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(54) Aqueous dispersion for chemical mechanical polishing 



(57) There is provided an aqueous dispersion for 
CMP with an excellent balance between chemical etch- 
ing and mechanical polishing performance. The aque- 
ous dispersion for CMP of the invention is characterized 
by comprising an abrasive, water and a heteroporyackl. 
Another aqueous dispersion for CMP according to the 
invention ts characterized by comprising an abrasive, 
water, a heteropolyacid and an organic acid. Yet another 
aqueous dispersion for CMP according to the Invention 



is characterized by comprising colloidal silica with a pri- 
mary particle size of 5-100 nm, water and a heteropol- 
yacid. Preferred for the heteropolyacid is at least one 
type selected from among silicomotybdic acid, phospho- 
rotungstic acid, sHteotungstic acki, phosphoromorybdic 
acid and sfllcoturigstoVnolybdk: acid Preferred for the 
. organic acid is at least one selected from among oxalic 
acid, matonlc acid, succinic acid, glutaric acid, adipta ac- 
id, maleic acid, fumarte acid, phthalic acid, malic acid, 
tartaric acid and citric acid. 
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Description 

[BACKGROUND OF THE INVENTION] 
5 [Field of the Invention] 

[0001 ] The present invention relates to an aqueous dispersion for chemical mechanical polishing. More specif baity, 
the invention relates to an aqueous dispersion that is particularly useful for chemical mechanical polishing of metal 
layers during production steps for semiconductor devices. 

10 

[Description of the Prior Art] 

[0002] Improvements in degrees of semiconductor device integration and increased multilayer wiring have ted to the 
introduction of chemical mechanical polishing (hereunder referred to as "CMP") techniques for polishing of working 

« films and the like. As disclosed in Japanese Laid-open Patent Publication No. Sho-62-1 02543, No. Sho-64-55845 and 
No. Hei-5-275366, Published Japanese translations of PCT International publication for patent applications No. Hel- 
B-510437, and Japanese Laid-open Patent Publication No. Hel-8-17831, No. Hel-8-197414 and No ; Hei-10-44047, 
there are employed methods whereby wiring is formed by embedding a wiring material such as tungsten, aluminum 
or copper in a hole or trench formed in the insulation film of a process wafer, and then removing the excess wiring 

20 material by CMP. 

[0003] In this CMP process, the chemical etching and mechanical polishing must be effectively incorporated together 
and the balance between the chemical function and mechanical function is important for obtaining a polished surface 
with sufficiently high precision. 

[0004] Many types of aqueous dispersions have been proposed as compositions for CMP, and in recent years par- 
25 ticular emphasis has been on Improving the chemical etching function. For example, in Japanese Patent Publication 
No. Hel-6-1 03681 there is disclosed a polishing composition comprising abrasive particles, a transitional chelate salt 
and a solvent that dissolves the salt. In Japanese Laid-open Patent Publication No. Het-6-313164 there Is disclosed 
a polishing composition composed of a polishing material comprising an aqueous colloidal slDca sol or gel and a pol- 
ishing accelerator comprising a persutfuric acid salt In Japanese Laid-open Patent Publication No. Hei- 7-233485 there 
so is described a polishing composition containing aminoacetic acid, amidosutfuric acid, an oxidizing agent and water. In 
Japanese Laid-open Patent Publication No. Hef-1 1-1 35467 there Is descrfoed a polishing composition containing a 
tetravalent cerium salt in aqueous solution. In Japanese Laid-open Patent. Publication No. HeM 0-265766 there is 
described a polishing composition comprising a combination of hydrogen peroxide and a catalytic amount of iron ion. 
However, while these polishing compositions all have greater chemical etching ability and higher removal rates, the 
35 balance with the mechanical polishing ability is insufficient, such that the wiring materials undergo excessive etching, 
corrosion traces are left oh the polishing surfaces, and dishing, thinning and keyholes are produced on plug surfaces, 
creating a problem in that satisfactory finished surfaces cannot be obtained. 

[0005] The mechanical polishing ability depends largely on the abrasive, and inorganic particles such as silica and 
alumina particles have been commonly used In the prior art. Such inorganic particles must be stably dispersed in a 
40 slurry, but problems such as Instability and aggregate formation sometimes occur because of reduced colloid stability 
due to additives such as polishing accelerators , sedimentation in a slurry during storage, and the like. The aggregates 
produce nicks (scratches) in the polishing surface, and this leads to reduced yields. However, no aqueous dispersion 
for CMP has yet been proposed that provides both the chemical etching ability described above and stability of the 
abrasive In the aqueous dispersion. 

43 

[SUMMARY OF THE INVENTION] 

[Problems to be Solved by the Invention]. 

50 [0006] The present invention is aimed at overcoming the aforementioned problems of the prior art, and it provides 
an aqueous dispersion for CMP that has an excellent balance between chemical etching and mechanical polishing 
ability. That Is, the object of the present invention is to provide an aqueous dispersion for CMP with a high removal 
rate that allows efficient polishing, while also producing minimal excessive etching, thinning, dishing, keyholes and 
scratches, to give finished surfaces with satisfactory high precision. 

53 • , 

. [Features of the Invention] 

[0007] According to the present invention, an aqueous dispersion for CMP having constitution deserted below Is 
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provided to solve the above-mentioned objects. 

[1] An aqueous dispersion for chemical mechanical polishing characterized by comprising an abrasive, water and 
a heteropolyadd. 

s [2] An aqueous dispersion for chemical mechanical polishing according to [1] above, characterized in that said 

heteropolyacid is at least one selected from among silicomolybdic acid, phosphorotungstic acid, silicotungstlc add, 
phosphoromotybdic acid and sllicotungstomorybdic acid. 

[3] An aqueous dispersion for chemical mechanical polishing according to [1] above, characterized by being used 
for polishing of a perishing surface with a tungsten film. 
io [4] An aqueous dispersion for chemical mechanical polishing according to (1 ] above, characterized by being used 

for polishing of a polishing surface with at least one from among copper films, aluminum films, ruthenium films, 
tantalum films, titanium films and platinum films. 

[5] An aqueous dispersion for chemical mechanical polishing according to [1] above, characterized In that upon 
contact with the metal layer of a polishing surface, the etching rate of said metal layer Is 100 Amiln or less. 
f5 [6] An aqueous dispersion for chemical mechanical polishing, characterized by comprising an abrasive, water, a 
heteropolyacid and an organic acid. 

[7] An aqueous dispersion for chemical mechanical polishing according to [6] above, characterized in that said 
heteropolyacid is at least one selected from among silicomolybdic acid, phosphorotungstic acid, silicotungstlc acid, 
phosphoromotybdic acid and sillcotungstomotybdlc acid. 
20 [8] An aqueous dispersion for chemical mechanical polishing according to [6] above, characterized in that said 

organic acid has two or more carboxyl groups in one molecule. 

[9] An aqueous dispersion for chemical mechanical polishing according to [8] above, characterized In that said 
organic acid is at least one selected from among oxalic acid, malonic acid, succinic acid, glutaric acid, adipic add, 
maleic acid, fumartc acid, phthalic acid, malic acid, tartaric acid and citric acid. 
25 [1 0] An aqueous dispersion for chemical mechanical polishing according to [6] above, characterized by being used 
for polishing of a polishing surface with a tungsten film. 

[1 1 ] An aqueous dispersion for chemical mechanical polishing according to [6] above, characterized by being used 
for polishing of a polishing surface with at least one from among copper films, aluminum films, ruthenium fflms, 
tantalum films, titanium films and platinum fifrns. N 
30 [1 2] An aqueous dispersion for chemical mechanical polishing, characterized by comprising colloidal silica with a 

primary particle size of 5-1 00 nm, water and a heteropolyacid. 

[13] An aqueous dispersion for chemical mechanical polishing according to [12] above, characterized in that said 
colloidal silica Is colloidal siBca obtained by hydrolysis and condensation from an aJkoxysilane. 
[14] An aqueous dispersion for chemical mechanical polishing according to [12] above, characterized In that said 
35 heteropolyacid is at least one selected from among silicomorybdic acid, phosphorotungstic acid, silicotungstlc add, 

phosphoromorybdlc add and siDcotungstomolybdic add. 

[15] An aqueous dispersion for chemical mechanical polishing according to [12] above, characterized by further 
comprising an organic add. 

[16] An aqueous dispersion for chemical mechanical polishing according to [12] above, characterized by being 
40 used for polishing of a polishing surface with a tungsten film. 

[17] An aqueous dispersion for chemical mechanical polishing according to [12] above, characterized by being 
used for polishing of a poDshlng surface with at least one from among copper films, aluminum films, ruthenium 
films, tantalum films, titanium films and platinum films. 

45 [Effect of the Invention] 

[0008] The aqueous dispersion for CMP according to the invention has an excellent balance between chemical 
etching and mechanical polishing ability, and when used for polishing of polishing surfaces with metal layers it can give 
highly predse polished surfaces with no corrosion, dishing or keyholes on the polished surfaces. The aqueous disper- 
se sion for CMP according to the invention is therefore useful for CMP of polished surfaces with metal layers in manufac- 
turing processes for semiconductor devices. . * 

[DETAILED DESCRIPTION OF THE INVENTION] 

53 [0009] The present Invention will now be explained In further detail. 

[0010] As the "abrasives" In the aqueous dispersions for CMP (hereunder referred to simply as "aqueous disper- 
sions") according to the invention there may be used one or more types from among: 
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inorganic particles composed of silica, alumina, tltanla, zirconla, ceria or the like; 

organic particles composed of styrene-based copolymers, acrylic copolymers or the like; and 

organic/inorganic composite particles composed of these organic particles and inorganic particles. 

5 [0011] As Inorganic particles there are preferred high-purity inorganic particles. Specific ones include particles of: 

silica, alumina, titan la or the like which are synthesized by a fumed method In which oxygen and hydrogen are 
reacted with silicon chloride, aluminum chloride or titanium chloride in a gas phase, 

silica, alumina or titania which are synthesized by a sol-gel method In which a metal alkoxlde is hydrolyzed and 
10 condensation Is carried out for the synthesis, and 

silica, alumina or titania which are synthesized by an inorganic colloid method in which the impurities are removed 
by purification. 

[0012] As organic particles there may be used particles composed of : 

13 

(1) Polystyrene and styrene-based copolymers, 

(2) (Meth)acryf ic resins such as porymethyl methacrylate and (meth)acryiic copor/mers, 

(3) Polyvinyl chloride, poiyacetal, saturated polyesters, poryamides, polyimides, potycarbonates and phenoxy res- 
ins, and 

20 (4) Poryolefins such as polyethylene, polypropylene, poty-1 -butene and pory-4-methyl-1 -pentene, and olefln-based 

copolymers. 

[001 3] These organic particles may be produced by emulsion polymerization, suspension polymerization, emulsifying 
dispersion, pulverization and the like. " ~ 

26 [0014] The organic particles used may be composed of a copolymer with a crosslihked structure, obtained by syn- 
thesis of the aforementioned polymers in the presence of divinyl benzene, ethyleneglycol dimethaciylate or the like. 
There may also be used organic particles composed of thermosetting resins such as phenol resins, urea resins, mela- 
mine resins, epoxy resins, alkyd resins and unsaturated polyester resins. 

[0015] The aforementioned 'organic/inorganic composite particles" may consist of organic particles and inorganic 
30 particles formed integrally to an extent so as not to easily separate during the CMP process, and there are no particular 
restrictions on their types or structures. As organic/inorganic composite particles (hereunder referred to as "composite 
particles') there may be used particles formed by polycondensation of an atkoxysilane, aluminum alkoxlde, titanium 
alkoxide or the like in the presence of polymer particles of polystyrene, porymethyl methacrylate or the like, and bonding 
of polysiloxane or the like on at least the surface of the polymer particles. The resulting porycondensate may be directly 
35 bonded to the functional group of the polymer particles, or it may be bonded via a silane coupling agent or the like. 
[0016] For production of the composite particles, silica particles or alumina particles may also be used instead of an 
alkoxysllane. These may be held by intertwining with the polysiloxane, or else they may be chemically bonded to the 
polymer particles by their functional groups, such as hydroxy! groups. 

[0017] The composite particles may be the particles composed of organic particles and inorganic particles bonded 
40 by electrostatic force, which are formed from an aqueous dispersion containing organic particles and inorganic particles 
with zeta potentials of opposite signs. 

[001 8] The zeta potentials of organic particles are usually negative across the entire pH range, or across a wide pH 
range except for the low pH range; however, by using organic particles with carboxyl groups, sulfonic acid groups or 
the like, it is possible to obtain organic particles with a more definite negative zeta potential. Organic particles with 

43 amino groups and the Oke have a positive zeta potential In specific pH ranges. 

[001 9] On the other hand, the zeta potentials of Inorganic particles are highly pH-dependent and have an Isoelectric 
point at which the potential is zero; the sign of the zeta potential reverses at ardund that point ' j 
[0020] Thus, by combining specific inorganic particles and organic particles and mixing them In a pH range at which 
their zeta potentials are opposite signs, It is possible to form an Integral composite of the Inorganic particles and organic 

so particles by electrostatic force. Or, the zeta potentials may be of the same sign during the mixing, and the pH adjusted 
thereafter so that the zeta potentials of the inorganic particles and organic particles are of opposite signs, thereby 
allowing integration of the inorganic particles and organic particles. 

[0021] The organic/Inorganic composite particles used may be prepared by polycondensation of an alkoxysllane, 
aluminum alkoxide, titanium alkoxlde or the like in the presence of the particles integrally composed in this manner by 
33 electrostatic force, and bonding of polysiloxane or the like on at least the surface of the particles to form a composite. 
[0022] These abrasives normally exist in the aqueous dispersion as aggregates (secondary particles) composed of 
small particles (primary particles). The mean particle size of the secondary particles of the aforementioned abrasive 
is preferably '0.005-3 um". A mean particle size of less than 0.005 urn will sometimes make it impossible to obtain an 
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aqueous dispersion with an adequately high removal rate. On the other hand, a mean particle size of greater than 3 
u/n may result in precipitation and separation of the abrasive, hampering efforts to achieve a stable aqueous dispersion. 
The mean particle size is more preferably 0.01-1 .0 um and more preferably 0.02-0.7 urn. An abrasive with a mean 
secondary a mean particle size of the secondary particles in this range can give a stable aqueous dispersion for CMP 
that has a high removal rate without precipitation and separation of the particles. The mean particle size of the secondary, 
particles may be measured by observation using a laser diffusion diffraction measuring instrument or a transmission 
electron microscope. 

•f0O231§fThe abrasive content may be 0:0^0 wrtt, more preferably 0.1-15 wt%, even more preferaby^Wlf>_wt%; 
with respect to thetotal amount of the aqueous dispersion, ff the abrasive contentlsTess than 0.05 wt% the Improvement 
in polishing performance wfll be Insufficient, and If it Is greater than 20 wt% the cost Is increased and the stability of 
the aqueous dispersion is undesirably lowered. 

[0024] For the aqueous dispersions of the invention, "colloidal silica" may be used as the abrasive. As the colloidal 
silica there may be used colloidal silica synthesized, for example, by a fumed method in which oxygen and hydrogen 
are reacted with silicon chloride or the like In a gas phase, a sol-get method Involving synthesis by hydrolysis and 
condensation from an alkoxysilane such as tetraethoxysllane, or an inorganic colloid method In which the impurities 
are removed by purification. Particularly preferred for use is colloidal silica synthesized by a sol-gel method Involving 
synthesis by hydrolysis and condensation from an alkoxysilane such as tetraethoxysllane. 

[0025] As alkoxysllanes there may be used, for example, tetramethoxysilane, tetraethoxysllane, tetra-n-propoxyel- 
lane, tetra-iso-propoxysilane, tetra-n-butoxysllane, tetra-lso-butoxysilane, rnemyttrimethoxysilane, methyftriethoxysi- 
lane, ethyttrimethoxysilane, ethyltriethoxysilane, n-propyltrimethoxysilane, n-propyltriethoxysilane, iso-propyttrimeth- 
oxysilane, iso-propyltriethoxysilane, n-butyrtrimethoxysllane, iso-butyttrimethoxysilane, T^loropropyltrimethoxysi^ 
lane, y -chloropropyttriethoxysilane, 3,3,3-trifluoropropyttrimethoxysUane, 3,3,3-trifluoropropyttriethoxysBane, y-QtycL 
do xyp ropy rtrimethoxys Wane, y-o^ktoxypropyldimethoxyaikylsilane, 7-gfycidoxypropyttriethoxysllane, Y-grycktoxypro- 
pyldiethoxyalkytsilane, 7-nnemacryloxypropyrtrimethoxysilane, y-n^thacryloxypropyrtriethoxysDane, Y-mercaptopro- 
pyltrtmethoxysllane, y -mercaptopropyltriethoxysHane, y -aminopropyttrtrhethoxysilane, y -aminopropyttrtethoxysilane, 
vinyttrtmethoxysilane, vlnyttrlethoxysilane, phenyltrimethoxysilane, phenyttriethoxysllane, 3,4-epoxycyclohexylethyttrf- 
methoxysllane, 3,4-epoxycyclohexylethyltriethoxysilane, dimethyldimethoxysilane, dimethytdlethoxysHane and dl- 
ethyldimethoxysitane 

[0026] Particularly preferred among these are tetramethoxysilane, tetraethoxysllane, tetra-iso-propoxysilane, tetra- 

n-butoxysilane, tetra-iso-butoxysilane, memyftrimethoxysilane, methyltriethoxysilane, ethyltrimethoxysilane, ethyttri- 

ethoxysilane, n-propyltrimethoxysilane, n-propyltrtethoxysilane, lso-propyttrimethoxysilane f Iso-propyrWethoxysilane, 

n-butyltrimethoxy8ilane, dimethyldimethoxysilane, dimethykJiethoxysilane and dlewyWimethoxysilane. 

[0027] The primary particle size of the colloidal silica used In the aqueous dispersions of the invention Is 5-100 nm, 

and preferably 5-50 nm. If the primary particle size of the colloidal silica is less than 5 nm it may not be possible to 

obtain sufficient mechanical polishing ability. On the other hand, if the primary particle size is greater than 100 nm 

scratches may tend to more readiry occur, and the stability of the aqueous dispersion may be lowered. 

[0028] Colloidal silica with a primary particle size in this range can give a stable aqueous dispersion for CMP with a 

high removal rate, minimal scratching and no precipitation or separation of particles. 

[0029] The mean particle size of secondary particles formed of aggregates of the primary particles is preferably 
10-200 nm and more preferably 10-100 nm. With a mean secondary particle size of less than 10 nm It may not be 
possible to obtain an aqueous dispersion with a sufficiently high removal rate. On the other hand, with a mean secondary 
particle size of greater than 200 nm, scratches may tend to more readily occur, and the stability of the aqueous dis- 
persion may be lowered. 

[0030] Colloidal silica with a mean secondary particle size in this range can give a 6table aqueous dispersion for 
CMP with a high removal rate, minimal scratching and no precipitation or separation of particles. 
[0031] One such type of colloidal silica may be used, or two or more different types with different primary particle 
sizes or secondary particle sizes may be used in combination. 

[0032] The primary particle size may be calculated from the specific surface area by the BET method. The mean 
secondary particle size may be measured by observation using a laser diffusion diffraction measuring Instrument or a 
transmission electron microscope. 

[0033] The colloidal silica Is preferably of high purity In order to avoid contamination of the polishing surface. Spe- 
cifically preferred is colloidal silica with a sodium content of no greater than 10 ppm, preferably no greater than 8 pom 
and especially no greater than 5 ppm. If the sodium content Is greater than 10 ppm, the polishing surface may be 
contaminated by sodium during use of the CMP slurry. 

[0034] The content of colloidal silica according to the Invention maybe 0.05-20 wt%, preferably 0.1 -1 5 wt% and more 
preferably 0.1-10 wt% with respect to the total amount of the aqueous dispersion. If the colloidal silica content is less 
than 0.05 wt% the improvement in polishing performance will be Insufficient, and if it Is greater than 20 wt% the cost 
is Increased and the stability of the aqueous dispersion is undesirably lowered. 
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[0035] The medium for the aqueous dispersion of the invention may be water or a mixed medium composed mostly 
of water (such as a mixture of water and methanol), but water alone is particularly preferred. 

[0036] As the "heteropolyadd" to be included in the aqueous dispersion of the invention there may be used an add . . 
produced by two or more metals among polyaclds formed by condensation of inorganic adds. As the main atoms of 

5 the poryacid forming the heteropolyadd there may be mentioned Cu, Be, B, Al, C, SI, Ge, Sn, Tl, Zr, Ce, Th f N, P, As, 
. Sb, V, Nb, Ta, Cr, Mo, W, U, S, Se, Te, Mn, I, Fe, Co, Nl, Rh, Os, Ir and Pt Among these are preferred V, Mo and W. 
[0037] As the heteroatom to be combined with the aforementioned main atom there may be used a metal from among 
Cu, Be, B, A1 , C, SI, Ge, Sn, T\, Zr, Ce, Th, N, P, As, Sb, V, Nb, Ta, Cr, Mo, W, U t S, Se, Te, Mn, I, Fe, Co, Nl, Rh, Os, 
Ir and Pt, which is different from the aforementioned main atom, and SI and P are preferred. 

10 [0038] As specific examples of heteropotyacids there may be mentioned silteomorybdic acid, phosphoromorybdic 
acid, silicotungstlc add, phosphorotungstte add and siltcotungstomolybdte add. 

[0039] For polishing of polishing surfaces with tungsten films, slllcomolybdic acid, phosphoromorybdic add and slh 
icotungstomolybdic acid are particularly preferred. 

[0040] The amount of the heteropolyadd to be used for the aqueous dispersions may be 0.1-15 wt%, preferably 
is 0.2-1 0 wt% ( more preferably 0.5-8 wt%, even more preferably 2-8 wt% with respect to the total of the aqueous disper- 
sion. 

[0041] If the heteroporyacld content Is less than 0.1 wt% the removal rate of the aqueous dispersion will not be 
adequately increased. However, suffident improvement In the removal rate Is achieved with a content of 15 wt%. At 
greater than 15 wt%, corrosion occurs in polishing surfaces and an undesirable risk is therefore posed in terms of 
so handling. 

[0042] The heteropolyadd may also be used in combination with a base to form a salt. Alternatively, the heteropol- 
yadd and/or Its salt may be dissociated either partially or completely in the aqueous dispersion to Include ions. 
[0043] The aqueous dispersions for CMP of the invention can exhibit high performance by containing only the afore- 
mentioned abrasive, water and heteropolyadd, but depending on the purpose they may also contain other additives. 
2s such additives include oxidizing agents other than the heteropolyadd, adds other than the heteropolyadd, bases, 
surfactants, viscosity adjusters, and the (ike. 

[0044] By including an "add" ft is possible to further improve the dispensability, stability and removal rate of the 
aqueous dispersion. The add is not particularly restricted, and any organic acid or inorganic add may be used. 
[0045] As organic acids there may be mentioned para-toluenesutfonic add, dbdecylbenzenesulfonic add, isopre- 

30 nesulfonic acid, gluconic acid, lactic acid, citric acid, tartaric add, malic add, gtycolic add, malonb add, formic acid, 
oxalic add, succinic acid, fumaric add, maleic add and phthaOc add. Preferred among these are organic acids with 
at least two carboxyt groups in one molecule. As specific examples of preferred organic adds there may be mentioned 
oxalic add, malonic add, succinic acid, glutaric add, adipic acid, maleic add, fumaric acid, phthaiic acid, malic add, 
tartaric add and citric add. These organic acids may be used alone or In combinations of two or more. 

33 [0046] As inorganic adds there may be mentioned nitric acid, hydrochloric add and sulfuric acid, and any one or 
more of these may be used. An organic add and an Inorganic ecfcJ may also be used In combination. 
[0047] The contents of these adds may be up to 1 0 wt%, preferably 0.005-1 0 wt%, more preferably 0,01-8 wt%, and 
especially from 1 -8 wt% with resped to the total of the aqueous dispersion. With an organic add content within these 
ranges it is possible to provide an aqueous dispersion with excellent dispensability and sufficient stability, while it is 

to also preferred from the standpoint of minimizing etching. 

[0048] As "oxidizing agents" there may be used those selected as appropriate depending on the electrochemical 
properties of the metal layer of the polishing surface, based on a Pourbalx diagram, for example. As examples of 
specific oxidizing agents there may be mentioned, 

hydrogen peroxide; 

organic peroxides such as peracetic acid, perbenzote acid, tert-butylhydroperoxide; 
permanganate compounds such as potassium permanganate; 
bichromate compounds such as potassium bichromate; 
halogenate compounds such as potassium lodate; 
nitric compounds such as nitric add, Iron nitrate; , 
perhalogenate compounds such as perchloric add; - 
transition metal salts such as potassium ferrtcyantde; and persulfuric compounds such as ammonium persulfate. 

[0049] The content of the oxidizing agent for the aqueous dispersions of the Invention maybe up to 1 5 wt%, preferably 
S3 no greater than 1 0 wt% and more preferably no greater than 8 wt% with respect to the total of the aqueous dispersion. 
When included at greater than 15 wt%, corrosion occurs in polishing surfaces and an undesirable risk is therefore 
posed in terms of handling. Though the lower limit is not restricted, to exhibit sufficient effect the content of the oxidizing 
agent may normally be 1 wt% or more, preferably 2 wt% or more. : 



45 
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[0050] The aqueous dispersion for CMP according to the invention may also contain a •base" for control of the pH 
to improve the dispensability, corrosion resistance, stability and removal rate of the aqueous dispersion. The base Is 
not particularly restricted, and any organic base or Inorganic base may be used. As organic bases there may be men- 
tioned ethylenediamfne and ethanolamlne. As inorganic bases there may be mentioned ammonia, potassium hydrox- 

5 ide, sodium hydroxide and lithium hydroxide, and these bases may be used alone or in combinations of two or more; 
[0051] The base contents for the aqueous dispersions of the invention may be up to 10 wt%; and preferably from 
0.01 to 8 wt%, more preferably from 1 to 8 wt% with respect to the total of the aqueous dispersion. 
[0052] As "surfactants" there may be used cationic surfactants, anionic surfactants or non-tonic surfactants. As cat- 
ionic surfactants there may be mentioned fatty amines, aliphatic ammonium salts and the like. As anionic surfactants 

10 there may be mentioned carboxylic acid salts such as fatty acid soaps and alkylether carboxylic acid salts, sulfonic 
acid salts such as aikytbenzenesulfonic acid salts, alkytnaptithalenesulfonic acid salts and ot-oiefinsutfonic acid salts, 
sulfuric acid ester salts such as higher alcohol sulfuric acid ester salts and alkylether sulfuric add salts, and phosphoric 
add ester salts such as alkylphosphorfc add ester salts. As non-tonic surfactants there may be mentioned ethers such 
as potyoxyethylene alky! ether, ether esters such as polyoxyethylene ethers of glycerin esters, and esters such as 

is polyethylene glycol fatty acid esters, glycerin esters and sorbltan esters. 

[0053] The surfactant content may be up to 5 wt%, preferably no greater than 3 wt% and more preferably no greater 
than 1 wt% with respect to the total of the aqueous dispersion. If the surfactant content Is greater than 5 wt%. the 
polishing performance may be undesirably lowered. 

[0054] The polishing surface with a metal layer to be polished using an aqueous dispersion for CMP according to 
20 the Invention may be a polishing surface with at least one type of metal layer from among pure tungsten films, pure 
aluminum films, pure copper films, pure ruthenium films, pure tantalum films, pure titanium films and pure platinum 
films, as well as alloy films of tungsten, aluminum, copper, ruthenium, tantalum, titanium or platinum with another 
metals, that are formed on semiconductor bases in manufacturing processes for semiconductor devices such as VLSIs 
and the like. In addition to these metal layers, tantalum nitride, titanium nitride and polysi Iteon layers that are used for 
25 barrier metal layers may also be present in the polishing surface. 

[0O55] The aqueous dispersion of the Invention may employ an appropriate composition suited for the purpose, and 
when the aqueous dispersion Is contacted with a metal layer of a working surface, the "etching rate" of the metal layer 
is preferably "no greater than 1 00 A/min". The etching rate is preferably no greater than 60 Aftniri, and especi&tly no 
greater than 40 A/mln. The etching rate may be adjusted by adjusting the oxidizing agent content, the acid content 
30 and the base content. The etching rate can be measured by an appropriate method, but it Is preferably measured by 
Immersing the wafer with the working surface in the aqueous dispersion at 5-40°C, ordinary pressure for 5-30 minutes, 
and then determining the amount of loss of the film thickness of the metal layer. 

[0056] According to the invention, the etching rate is adjusted by adjusting the composition and pH of the aqueous 
dispersion to produce an aqueous dispersion for CMP having the desired polishing performance. 

35 [0057] CMP of a polishing surface using an aqueous dispersion for CMP according to the invention can be polished 
under the prescribed polishing conditions with a commercially available chemical mechanical polishing apparatus (such 
as Model "LGP510- or "LGP552" by LapmasterSFT Co.. Ltd.; Model "EPO-112", "EPO-113" and "EPO-222" by Ebara 
Corp.; Model "Mirra" by Applied Materials Corp.; and Model "AVANTI-472" by AIPEC Corp.). 
[0058] It is preferred for the abrasive remaining on the polishing surface to be removed after polishing. The abrasive 

40 may be removed by a common washing method. When the abrasive consists of only organic particles, the polishing 
surface may be heated to high temperature in the presence of oxygen to bum off the organic abrasives for their removal. 
The specific burning method used may be an ashing treatment method with plasma whereby oxygen radicals are 
supplied in a downflow for exposure to oxygen plasma; this allows the residual organic abrasives to be easily removed 
from the polishing surface. 

45 

[Embodiments of the Invention] 

[0059] The present invention will now be explained in greater detail by way of examples. - 

50 (1) Experimental Example 1 x - : . 

[0060] Aqueous dispersions for CMP were prepared for Examples 1 A to 19A and Comparative Examples 1 A to 4A, 
and were evaluated. 

55 Example 1A 

[0061] Thore was prepared 100 parts by weight (hereunder referred to simply as "parts") of an aqueous dispersion . 
for CMP in which 5 parts of sillcomolybdic add was dissolved and 5 parts of fumed silica (#90, product of Nippon 
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Aerosil Co., Ltd.) was dispersed. The pH of the aqueous dispersion was 1 .5. 

[0062] A blanket wafer ("W-Blanket - , product of SKW Associates Corp.) with a tungsten layer was Immersed in the 
aqueous dispersion at 25°C for 30 minutes, and the film thickness toss after 30 minutes was determined by measuring 
the sheet resistance with a resistance measuring instrument (Model Sigma 5, product of NSP Corp.) according to the 
4-probe method; the etching rate was calculated and found to be 12 A/mln. Also, an. 8-inch thermal oxidation film- 
coated silicon wafer coating film (product name: "W-Blanket", film thickness: 10,000 A, product of SKW Associates 
Corp.) was set in a chemical mechanical polishing apparatus (Model "EPO-11 2" t product of Eb are Corp.), and a porous 
polyurethane polishing pad (product name: "Id 000" by Rodel Nrtta Corp.) was used for polishing with a load at 300 
g/cm 2 . The urethane pad surface was subjected to one minute of rotary polishing with the table at 50 rpm and the head 
at 50 rpm while supplying the aqueous dispersion at a rate of 200 cc/mtn. As a result, the removal rate as measured 
with an Omnlmap RS-75 (product of KLA-Tencor Corp.) was 2700 A/mln. To evaluate the uniformity, the within wafer 
non-uniformity (WIWNU) was measured by 49 point diameter scan, 3mm edge exclusion, resulted in that 3 o was 
8.5%. For evaluation of the corrosion, patterned wafers with a 028 \wr\ diameter contact hole were 30% over-polished 
and the number of keyholes observed; only two keyholes were found out of 1 00 contact holes. 

Examples 2A-10A and Comparative Examples 1 A and 2A 



[0063] The abrasive, heteropolyacid and pH were changed as shown in Table 1 , and the etching rates and polishing 
performance on tungsten 
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films were evaluated In the same manner as Example 1 A. The results are shown In Table 1 . Trie pH was adjusted by 
addition of KOH where necessary. 

[0064] According to the results in Table 1, the etching rates were 34 A/min or less In Examples 1A to 10A. The 
removal rates were 1900 A/min or greater, which were sufficient rates of polishing. Few or no keyholes were found 
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due to corrosion, and thus no problem was posed. On the other hand, Comparative Example 1 A exhibited the problem 
of numerous keyholes due to corrosion, while Comparative Example 2A exhibited the problem of an Insufficient rate 
of polishing. 

3 Example 11 A 

[0065] There was prepared 1 00 parts of an aqueous dispersion for CMP adjusted to pH 4 with KOH , in which 2 parts 
of silicomotybdic acid was dissolved and 1 part of fumed silica (#90, product of Nippon Aerosll Co., Ltd.) was dispersed. 
[0066] A blanket wafer fCu-Blanket", product of I MAT Corp.) with a copper layer was immersed in the aqueous 

io dispersion at 25° C for 30 minutes, and the film thickness loss after 30 minutes was determined by measuring the sheet 
resistance with a resistance measuring instrument (Model Sigma 5, product of NSP Corp.) according to the 4-probe 
method; the etching rate was calculated and found to be 14 A/min. Also, an 8-inch thermal oxidation film-coated silicon 
wafer coating copper film (product name: 'Cu-Blanket" , film thickness: 1 0,000 A, product of IMAT Corp.) was set in a 
chemical mechanical polishing apparatus (Model "EPO-112", product of Ebara Corp.), and a porous polyurethane 

15 polishing pad (product name: 'IC1000" by Rodet Nitta Corp.) was used for polishing with a load at 300 g/cm 2 . The 
urethane pad surface was subjected to one minute of rotary polishing with the table at 50 rpm and the head at SO rpm 
while supplying the aqueous dispersion at a rate of 200 cc/min. As a result, the removal rate as measured with an 
Omnimap RS-75 (product of KLA-Tencor Corp.) was 4900 AMiin. The WIWNU was measured by the same method as 
Example 1 A, resulted in that 3 c was 21 %. For evaluation of the corrosion , patterned wafers with a 0.28 urn diameter 

20 contact hole were 30% over-pollshed and the number of keyholes observed; no keyholes were found out of 1 00 contact 
holes. A wiring-patterned wafer (SKW6-2, product of SKW Corp.) was also 30% over-polished, and the dishing of a 
100 ujti wiring width was evaluated to be a satisfactory 600 A. 

Examples 1 2A-1 9A and Comparative Examples 3A and 4A 

25 ^ 

[0067] The heteropotyacid, pH and abrasive were changed as shown in Table 2, and the etching rates and polishing 
performance on copper films were evaluated En the same manner as Example 1 1 A. The results are shown in Table 2. 
The pH was adjusted by addition of KOH where necessary. 

[0066] According to the results in Table 2, the etching rates were 23 A/rnin or less in Examples 11 A to 19A. The 
30 removal rates were 2900 A/min or greater, which were sufficient rates of polishing. Also, few or no keyholes were found 
due to corrosion, and thus no problem was posed. On the other hand, Comparative Example 3A exhibited the problem 
of numerous keyholes due to corrosion, while Comparative Example 4A exhibited the problem of an insufficient rate 
of polishing. 
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(2) Experimental Example 2 

[0069] Aqueous dispersions for CMP were prepared for Examples 1Bto 1 SB and Comparative Examples 1 B to SB, 
and were evaluated. 
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Example 1B 

[0070] An aqueous dispersion for CMP was prepared by dissolving 5 wt% of slllcomolybdlc add (product of Wako 
Junyaku Co., Ltd.) and 1 wt% of oxalic acid (product of Wako Junyaku Co., Ltd.) in water and further dispersing 5 wt% 

5 of fumed silica (#90, product of Nippon Aerosli Co., Ltd.). The pH or the aqueous dispersion was 1 .5. 

[0071] A blanket wafer ("W-Blanket", product of SKW Associates Corp. ) with a tungsten layer was immersed In the 
agueous dispersion at 25°C for 30 minutes, and the film thickness loss after 30 minutes was determined by measuring 
the sheet resistance with a resistance measuring instrument (Model Sigma 5, product of NSP Corp.) according to the 
4-probe method; the etching rate was calculated and found to be 13 A/min. Also, an 8-Inch thermal oxidation fiim- 

10 coated silicon wafer coating film (product name: "W-Blanket", film thickness: 10,000 A, product of SKW Associates 
Corp.) was set in a chemical mechanical polishing apparatus (Model "EPO-11 2", product of EbaraCorp.), and a porous 
polyurethane polishing pad (product name: n IC1000* by Rodet Nltta Corp.) was used for polishing with a load at 300 
g/cm 2 . The urethane pad surface was subjected to one minute of rotary polishing with the table at 50 rpm and the head 
at 50 rpm while supplying the aqueous dispersion at a rate of 200 cc/mln. As a result, the removal rate as measured 

15 with an Omntmap RS-75 (product of KLA-Tencor Corp.) was 2900 A/min. The WIWNU was measured by the same 
method as Example 1 A, resulted in that 3 o was 8.5%. For evaluation of the corrosion, patterned wafers with a 0.28 
u.m diameter contact hole were 30% over-polished and the number of keyholes observed; only two keyholes were 
found out of 1 00 contact holes. 

[0072] A wiring-patterned wafer ("SKW5", product of SKW Corp.) was also 30% over-polished, and the dishing of a 
20 1 00 u/n wiring width was evaluated to be a satisfactory 500 A. 

Examples 2B-6B and Comparative Examples 1 B, 2B 

[0073] The abrasive, heteropolyacid or other oxidizing agent, as well as the type and amount of organic acid and 
25 the pH, were changed as shown in Table 3, and the etching rates and polishing performance on tungsten films were 
evaluated In the same manner as Example 1 B. The results are shown In Table 3. 

[0074] The high purity colloidal silica used for Examples 2B and 48, the fumed alumina used for Example 5B and 
the polymethyl methacrylate particles used for Example 6B were obtained by the methods described below. The phos- 
phoromolybdic acid used was a product of Wako Junyaku Co., Ltd. The pHwas also adjusted by addition of KOH 
30 where necessary. 

Synthesis of high purity colloidal silica (Examples 2B, 4B) 

[0075] The high purity colloidal silica used was prepared by solvent replacement of a condensate of tetraethoxysilane 
35 in an ethanol/water mixed solvent using ammonia as the catalyst in water, as described in J. of Colloid and Interface 
Science, 26, 62-69(1 96B). Two types of high purity colloidal silica with particle sizes of 39 nm and 67 nm were synthe- 
sized by changing the ethanol/water ratio. 

Fumed alumina (Example SB) 

40 

[0076] A dispersion of "Alumina C (trade name of Degusa Corp.) was used. 

Synthesis of 0.2 urn polymethyl methacrylate (Example 6B) 

45 [0077] After loading 96 parts of methyl methacrylate, 4 parts of methacryltc acid, 0.1 part of ammonium tauryl sulfate, 
0.5 part of ammonium persutfate and 400 parts of ion-exchanged water into a 2-liter flask, the temperature was raised 
to 70°C while stirring In a nitrogen gas atmosphere, for 6 hours of polymerization. This yielded an aqueous dispersion 
comprising carboxyl group-containing anionic polymethyl methacrylate polymer fine particles with a mean particle size 
of 0.2 ujd (hereunder referred to as "0.2 um PMMA particles"). The polymerization yield was 95%. 
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[0076] According to the results in Table 3, the etching rates were 20 A/rntn or less in Examples 1 B to 6B. The removal 
rates were 2000 A/min or greater, which were sufficient rates of polishing. Also, few or no keyholes were found due to 
corrosion, and thus no problem was posed. On the other hand, Comparative Example 1B exhibited.the problem of 
numerous keyholes due to corrosion, while Comparative Example 2B exhfoited the problem of an insufficient rate of 
polishing, and evaluation of the keyholes, dishing and In-plane homogeneity was not possible. 

Example 7B 

[0079] An aqueous dispersion for CMP adjusted to pH 4 with KOH was prepared by dissolving 2 wt% of silicomofybdlc 
add (product of Wako Junyaku Co., Ltd.) in water and 1 wt% of malelc acid (product of Wako Junyaku Co., Ltd.) and 
further dispersing 1 wt% of fumed silica (#90, product of Nippon Aerosil Co., Ltd.). 

[0080] A blanket wafer ("Cu-Blanket", product of IMAT Corp.) with a copper layer was immersed in the aqueous 
dispersion at 25°C for 30 minutes, and the film thickness loss after 30 minutes was determined by measuring the sheet 
resistance with a resistance measuring instrument (Model Sigma 5, product of NSP Corp. ) according to the 4-probe 
method; the etching rate was calculated and found to be 12 A/min. Also, an 8-Inch thermal oxidation film-coated silicon 
wafer coating copper film (product name: "Cu-Blanket" , film thickness: 10,000 A, product of IMAT Corp.) was set in a 
chemical mechanical polishing apparatus (Model "EPO-112", product of Ebara Corp.), and a porous polyurethane 
polishing pad (product name: "101000" by Rodet Nltta Corp.) was used for polishing with a load at 300 g/cm 2 . The 
urethane pad surface was subjected to one minute of rotary polishing with the table at 50 rpm and the head at 50 rpm 
while supplying the aqueous dispersion at a rate of 200 cc/mln. As a result, the removal rate as measured with an 
Omnimap RS-75 (product of KLA-Tencor Corp.) was 5300 A/min. The WIWNU was measured by the same method as 
Example 1 A, resulted In that 3 o was 1 8.0%. For evaluation of the corrosion, patterned wafers with a 0.28 urn diameter 
contact hole were 30% over-polished and the number of keyholes observed; no keyholes were found out of 1 00 contact 
holes. A wiring-patterned wafer (SKW6-2, product of SKW Corp.) was also 30% over-polished, and the dishing of a 
1 00 ujti wiring width was evaluated to be a satisfactory 600 A. 

Examples 8B-12B and Comparative Examples 3B. 4B 

[0081] The abrasive, heteroporyacid or other oxidizing agent, as well as the type and amount of organic acid and 
the pH, were changed as shown in Table 4, and the etching rates and polishing performance on copper films were 
evaluated In the same manner as Example 7B. The results are shown In Table 4. 

[0082] The high purity colloidal silica, fumed alumina and 0.2 u/n PMMA particles were obtained by the same method 
as those in Table 3. The siilcomolybdic acid used was a product of Wako Junyaku Co., Ltd. 
[0083] The pH was also adjusted by addition of KOH where necessary. 

[0084] According to the results in Table 4, the etching rates were 21 A/min or less in Examples 76 to 12B. The 
removal rates were 2900 A/min or greater, which were sufficient rates of polishing. Also, few or no keyholes were found 
due to corrosion, and thus no problem was posed. On the other hand, Comparative Example 3B exhibited the problem 
of numerous keyholes due to corrosion, while Comparative Example 4B exhfoited the problem of an insufficient rate 
of polishing, and evaluation of the keyholes, dishing and in-plane homogeneity was not possible. 
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Example 13B 

[0085] An aqueous dispersion for CMP adjusted to pH 4 with KOHwas prepared by dissolving 4 wt% of siiicomolybdic 
acid (product of Wako Junyaku Co. t Ltd.) and 1 wt% of malonic acid (product of Wako Junyaku Co., Ltd.) in water and 

5 further dispersing 2 wt% of fumed alumina ("Alumina C", product of Degusa Corp.). 

[0086] A blanket wafer with an aluminum layer was immersed in the aqueous dispersion at 25°C for 30 minutes, and 
the film thickness toss after 30 minutes was determined by measuring the sheet resistance with a resistance measuring 
Instrument (Model Sigma 5, product of NSPCorp.) according to the 4-probe method; the etching rate was calculated 
and found to be 10 A/min. Also, an 8-inch thermal oxidation film-coated silicon wafer coating aluminum film (film thick- 

10 ness: 6,000 A) was set in a chemical mechanical polishing apparatus (Model "EPO-1 1 2", product of Ebara Corp.), and 
a porous polyurethane polishing pad (product name: "1C1 000" by Rodel Nitta Corp.) was used for polishing with a load 
at 300 g/cm 2 . The urethane pad surface was subjected to one minute of rotary polishing with the table at 100 rpm and 
the head at 100 rpm white supplying the aqueous dispersion at a rate of 200 cc/mln. As a result, the removal rate as 
measured with an Omnimap RS-75 (product of KLA-Tencor Corp. ) was 3900 A/min. The WIWNU was measured by 

15 the same method as Example 1 A, resulted in that 3 o was 15.3%. For evaluation of the corrosion, patterned wafers 
with a 0.28 urn diameter contact hole were 30% over-polished and the number of keyholes observed; no keyholes 
were found out of 1 00 contact holes. A wiring-patterned wafer was also 30% over-polished, and the dishing of a 100 
ujti wiring width was evaluated to be a satisfactory 900 A. ■ . . ■ 

20 Examples 14B-15B, Comparative Example SB 

[0087] The abrasive, heteropotyacid or other organic acid, as well as the type and amount of organic acid and the 
pH , were changed as shown in Table 5, and the etching rates and polishing performance on copper films were evaluated 
in the same manner as Example 1 3B. The results are shown In Table 5. 
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[0088] The high purity colloidal silica and phosphoromofybic add were obtained by the same method as those in 
Table 3. The pH was also adjusted by addition of KOH where necessary 

[0089] According to the results in Table 5, the etching rates were 25 A/mln or less In Examples 13B to 15B. The 
removal rates were 2800 A/mln or greater, which were sufficient rates of polishing. Also, few or no keyholes were found 
s due to corrosion, and thus no problem was posed. On the other hand, Comparative Example 5B exhibited the problem 
of an insufficient rate of polishing, and evaluation of the keyholes, dishing and in-plane homogeneity was not possible. 

(3) Experimental Example 3 . 

10 ' [0090] Aqueous dispersions for CMP were prepared for Examples 1 C to 11 C and Comparative Examples 1 C to SC, 
and were evaluated. 

Synthesis of colloidal silica 

[0091] The colloidal silica used was prepared by solvent replacement of a condensate of tetraethoxysilane in an 
ethanol/water mixed solvent using ammonia as the catalyst in water, as described in J. of Colloid and Interface Science, 
26, 62-69(1968), after concentration. Three types of high purity colloidal silica with mean secondary particle sizes of 
39 nm, 67 nm and 1 25 nm were synthesized by changing the ethanol/water ratio, the ammonia content and the reaction 
temperature. Calculation of the primary particle sizes from the specific surface areas of each colloidal silica measured 
20 by the BET method gave values of 15 nm, 35nmand75nm. 

[0092] Measurement of the sodium content of each colloidal silica by the atomic absorption method gave values of 
1 ppm, 0.7 ppm and 0.9 ppm. 

Example 1C 

25 

[0093] An aqueous dispersion for CMP was prepared by dissolving 3 wt% of sillcomolybdic acid (product of Wako 
Junyaku Co., Ltd.) in water and further dispersing 5 wt% of colloidal silica with a primary particle size of 1 5 nm. The 
pH of the aqueous dispersion was 1 .9. 

[0094] A blanket wafer ("vY-Blanket", product of SKW Associates Corp.) with a tungsten layer was immersed in the 
30 aqueous dispersion at 25°C for 30 minutes, and the film thickness loss after 30 minutes was determined by measuring 
the sheet resistance with a resistance measuring instrument (Model Sigma 5, product of NSP Corp.) according to the 
4-probe method; the etching rate was calculated and found to be 12 A/min. Also, an 8-inch thermal oxidation film- 
coated silicon wafer coating film (product name: "W-Blanket", film thickness: 10,000 A, product of SKW Associates 
Corp.) was set in a chemical mechanical polishing apparatus (Model " EPO-1 1 2", product of Ebara Corp.) , and a porous 
33 potyurethane polishing pad (product name: "IC1000" by Rode) Nltta Corp.) was used for polishing with a load at 300 
p/cm 2 . The urethane pad surface was subjected to one minute of rotary polishing with the table at SO rpm and the head 
at 50 rpm while supplying the aqueous dispersion at a rate of 200 cc/min. As a result, the removal rate as measured 
with an Omnimap RS-75 (product of KLA-Tencor Corp.) was 2500 A/min. The WIWNU was measured by the same 
method as Example 1A, resulted in that 3 o was 9.2%. Also, the number of scratches (Kt) produced on the entire 
polishing surface (represented as "St", units: mm 2 ) was measured with a wafer surface matter scanning apparatus 
("Surfacescan SP1", product of KLA Tencor Co., Ltd.), and calculation of the number of scratches per unit area (10* 2 
mm 2 , 1 00 x 1 00 urn square region) according to the formula given below yielded a result of one scratch per unit area. 

Scratch counting method 

43 . 

Number of scratches per unit area = Kt/(St/1 0-2) 

[0095] For evaluation of the corrosion , patterned wafers with a 0.28 urn diameter contact hole were 30% over-polished 
and the number of keyholes observed; no keyholes were found out of 100 contact holes. A wiring-patterned wafer 
so (SKW5, product of SKW Corp.) was also 30% over-polished, and the dishing of a 100 urn wiring width was evaluated 
to be a satisfactory 780 A. 
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Examples 2C-4C and Comparative Examples 1 C, 2C 

[0096] The colloidal silica, heteropotyacid or other oxidizing agent, as well as the type and amount of organic acid 
and the pH, were changed as shown in Table 6, and the etching nates and polishing performance on tungsten films 
5 were evaluated in the same manner as Example 1C. The results are shown In Table 6.. 
[0097] The pH was also adjusted by addition of KOH where necessary. 

[0098] The phosphoromolybdic acid used for Example 4C was a product of Wako Junyaku Co., Ltd. The fumed 
alumina used for Comparative Example 2C was prepared by dispersion of "Alumina C (product of Degusa Corp., 
primary particle size: 13 nm). 

10 [0099] According to the results in Table 6, the etching rates were 20 A/min or less in Examples 1 C to 4C. The removal 
rates were 2100 A/min or greater, which were sufficient rates of polishing. Also, there were few or no scratches or 
keyholes due to corrosion, and thus no problem was posed. On the other hand, Comparative Example 1C exhibited 
the problem of a high etching rate, considerable dishing and a large number of keyholes due to corrosion, white Com- 
parative Example 20 exhibited the problem of a large number of scratches. 

15 

Example 5C 

[01 00] An aq ueous dispersion for CM P adjusted to pH 4 with KO H was prepared by dissolving 2 wt% of silicomotybdic 
acid (product of Wako Junyaku Co., Ltd.) and 2 wt% of maieic acid (product of Wako Junyaku Co., Ltd.) in water and 

20 further dispersing 2 wt% of colloidal silica with a primary particle size of 15 nm was dispersed. 

[0101] A blanket wafer ("Cu-Blanket", product of I MAT Corp.) with a copper layer was immersed In the aqueous 
dispersion at 25°C for 30 minutes, and the film thickness loss after 30 minutes was determined by measuring the sheet 
resistance with a resistance measuring instrument (Model Sigma 5, product of NSP Corp.) according to the 4-probe 
method; the etching rate was calculated and found to be 1 2 A/min. Also, an 8-inch thermal oxidation film-coated silicon 

23 wafer coating copper film (product name: "Cu-Blanket", film thickness: 1 0,000 A, product of I MAT Corp.) was set in a 
chemical mechanical polishing apparatus (Model "EPO-112", product of Ebara Corp.), and a porous polyurethane 
polishing pad (product name: "IC1000" by Rodef Nitta Corp.) was used for polishing with a load at 300 g/cm 2 . The 
urethane pad surface was subjected to one minute of rotary polishing with the table at 50 rpm and the head at 50 rpm 
while supplying the aqueous dispersion at a rate of 200 cc/min. As a result, the removal rate as measured with an 

so Omnimap RS-75 (product of KLA-Tencor Corp.) was 5400 A/min. The WIWNU was measured by the same method as 
Example 1 A, resulted in that 3 o was 17.5%. Also, calculation of the number of scratches (Kt) produced on the entire 
polisning surface with a wafer surface matter scanning apparatus ("Surfacescan SP1", product of KLA Tencor Co., 
Ltd.), yielded a result of one scratch per unit area 

[0102] A wiring-patterned wafer (SKW6-2, product of SKW Corp.) was also 30% over-polished, and the dishing of a 
33 1 oo urn wiring width was evaluated to be a satisfactory 650 A. 

Examples 6C-8C, Comparative Examples 3C, 4C ■ - 

[0103] The colloidal silica, heteropotyacid or other oxidizing agent as well as the type and amount of organic acid 
40 and the pH, were changed as shown in Table 7. and the etching rates and polishing performance on copper films were 
evaluated in the same manner as Example 5C. The results are shown in Table 7. 

[0104] The silicotungstic acid used was a product of Wako Junyaku Co., Ltd. The phosphoromolybdic acid and fumed 

alumina were obtained in the same manner as those in Table 6. 

[0105] The pH was also adjusted by addition of KOH where necessary. 
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[0106] According to the results in Table 7, the etching rates were 25 A/min or less In Examples 6C to 8C. The removal 
rates were 4200 A/min or greater, which were sufficient rates of polishing. Also, very few scratches were found, and 
thus no problem was posed. On the other hand, Comparative Example 3C exhibited the problem of a high etching rate 
and considerable dishing, while Comparative Example 4C exhibited the problem of a large number of scratches. 

Example 9C 

[01 07] An aqueous dispersion for CM P adjusted to pH 4 with KOH was prepared by dissolving 5 wt% of sillcomolybdic 
acid (product of Wako Junyaku Co., Ltd.) and 2 wt% of malonic acid (product of Wako Junyaku Co., Ltd.) in water and 
further dispersing 3 wt% of colloidal silica with a primary particle size of 15 nm. 

[01 08] A blanket wafer with an aluminum layer was Immersed In the aqueous dispersion at 25* C for 30 minutes, and 
the film thickness loss after 30 minutes was determined by measuring the sheet resistance with a resistance measuring 
instrument (Model Sigma 5, product of NSP Corp.) according to the 4-probe method; the etching rate was calculated 
and found to be 1 5 A/mln. Also, an B-lnch thermal oxidation film-coated silicon wafer coating aluminum film (film thick- 
ness: 6,000 A) was set in a chemical mechanical polishing apparatus (Model "EPO-112", product of Ebara Corp.), and 
a porous potyurethane polishing pad (product name: "IC1 000" by Rode! Nitta Corp.) was used for polishing with a load 
at 300 g/cm 2 . The urethane pad surface was subjected to one minute of rotary polishing with the table at 1 00 rpm and 
the head at 100 rpm while supplying the aqueous dispersion at a rate of 200 cc/min. As a result, the removal rate as 
measured with an Omnimap RS-75 (product of KLA-Tencor Corp.) was 3200 A/mtn. The WIWNU was measured by 
the same method as Example 1 A, resulted in that 3 o was 19.2%. Also, calculation of the number of scratches (Kt) 
produced on the entire polishing surface with a wafer surface matter scanning apparatus ("Surfacescan SP1 product 
of KLA Tencor Co., Ltd.), yielded a result of 3 scratches per unit area. A wiring-patterned wafer was also 30% over- 
polished, and the dishing of a 1 00 um wiring width was evaluated to be a satisfactory 950 A. 

Examples 10C-11C, Comparative Example 5C 

[01 09] The colloidal silica, heteropotyacid or other organic acid, as well as the type and amount of organic acid and 
the pH, were changed as shown in Table 8, and the etching rates and polishing performance on aluminum films were 
evaluated in the same manner as Example 9C. The results are shown in Table 8. 
[0110] The pH was also adjusted by addition of KOH where necessary. 

[0111] According to the results In Table 8, the etching rates were 25 A/mln or less in Examples 9C to 11 C. The 
removal rates were 2500 A/min or greater, which were sufficient rates of polishing. Also, very few scratches were found, 
and thus no problem was posed. On the other hand, Comparative Example 5C exhibited the problems of a high etching 
rate, considerable dishing and a targe number of scratches. 
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[0112] "There is provided an aqueous dispersion for CMP with an excellent balance between chemical etching and 
mechanical polishing performance. The aqueous dispersion for CMP of the Invention Is characterized by comprising 
an abrasive, water and a heteropotyacld. Another aqueous dispersion for CMP according to the invention is charac- 
terized by comprising an abrasive, water, a heteropotyacld and an organic acid. Yet another aqueous dispersion for 

5 CMP according to the invention is characterized by comprising colloidal silica with a primary particle size of 5-1 00 nm t 
water and a heteropotyacld. Preferred for the heteropotyacld is at least one type selected from among siilcomolybdic 
acid, phosphorotungstic acid, silicotungstic acid, phosphoromotybdic acid and silicotungstomolybdlc acid. Preferred 
for the organic acid is at least one selected from among oxalic acid, malonic acid, succinic acid, glutaric acid, adipte 
acid, mateic acid, fumaric acid, phthaiic acid, malic acid, tartaric acid end citric acid. 

10 

Claims 

1 . An aqueous dispersion for chemical mechanical polishing characterized by comprising an abrasive, water and a 
13 heteropotyacld. 

2. An aqueous dispersion for chemical mechanical polishing according to claim 1 , characterized in that said heter- 
opotyacld is at least one selected from among siilcomolybdic acid, phosphorotungstic acid, silicotungstic acid, 
phosphoromolybdic acid and silicotungstomoiybcflc acid. 

20 

3. An aqueous dispersion for chemical mechanical polishing according to claim 1 , characterized by being used for 
polishing of a polishing surface with a tungsten film. 

4. An aqueous dispersion for chemical mechanical polishing according to clafrn 1 , characterized by being used for 
25 polishing of a polishing surface with at least one from among copper films, aluminum films, ruthenium films, tantalum 

films, titanium films and platinum films. 

5. An aqueous dispersion for chemical mechanical polishing according to claim 1 , characterized in that upon contact 
with the metal layer of a polishing surface, the etching rate of said metal layer is 1 00 A/mln or less. 

30 

6. An aqueous dispersion for chemical mechanical polishing, characterized by comprising an abrasive, water, a het- 
eropotyacld and an organic acid. 

7. An aqueous dispersion for chemical mechanical polishing according to claim 6, characterized in that said heter- 
35 opofyacid Is at least one selected from among sllicomotybdic acid, phosphorotungstic acid, silicotungstic acid, 

phosphoromotybdic acid and silicotungstomoEybdic acid. 

8. An aqueous dispersion for chemical mechanical polishing according to claim 6, characterized in that said organic 
add has two or more carboxyl groups in one molecule. 

40 •. — • 

9. An aqueous dispersion for chemical mechanical polishing according to claim 8, characterized in that said organic 
acid is at least one selected from among oxalic acid, malonic acid, succinic acid, glutaric acid, adipic acid, maleic 
acid, fumaric acid, phthaiic acid, malic add, tartaric acid and citric acid. 

45 10. An aqueous dispersion for chemical mechanical polishing according to claim 6, characterized by being used for 
polishing of a polishing surface with a tungsten film. 

11 . An aqueous dispersion for chemical mechanical polishing according to claim 6, characterized by being used for 
polishing of a polishing surface with at least one from among copper films, aluminum films, ruthenium Aims, tantalum 

so films, titanium films and platinum films. 

12. An aqueous dispersion for chemical mechanical polishing, characterized by comprising colloidal silica with a pri- 
mary particle size of 5-1 00 nm, water and a heteropolyadd. 

6 13. An aqueous dispersion for chemical mechanical polishing according to claim 12, characterized in that said colloidal 

silica Is colloidal silica obtained by hydrolysis and condensation from an alkoxysiiane. 

14. An aqueous dispersion for chemical mechanical polishing according to claim 12, characterized in tftat said heter- 
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opolyacid is at least one selected from among silicomolybdic acid, phosphorotungstic acid, silicotungstic add, 
phosphoromotybdic acid and sllicotungstomolybdic acid. 

15. An I aqueous dispersion for chemical mechanical polishing according to claim 12, characterized by further compris- 
5 ing an organic acid. . ' - 

1 6. An aqueous dispersion for chemical mechanical polishing according to claim 1 2, characterized by being used for 
polishing of a polishing surface with a tungsten fHm. 

10 17. An aqueous dispersion for chemical mechanical polishing according to claim 12, characterized by being used for 
polishing of a polishing surface with at least one from among copper films, aluminum films, ruthenium films, tantalum 
films, titanium films and platinum films. 
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